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[0004] In another example of known prior art, zinc oxide mixed with zinc metal and 
aluminium hydroxide is further mixed with phosphoric acid. The mixture reacts 
and sets at room temperature yielding dental cement. The cementitious behaviour 
of phosphate-containing systems has been explored on a large scale if one of the 
5 oxides in the system exhibits substantial room temperature reactivity towards 

phosphates. For example, MgO rapidly reacts with monoaluminum phosphate to 
form hydrated magnesium phosphates that bond the aggregate components of the 
cold-setting concrete. Reaction bonding of alumina with phosphates has also been 
used to produce ceramics of controlled, fine pore structure such as molecular sieves 
10 U.S. Pat. No. 5,178,846. Phosphating of steel or aluminium produces a thin (1-10 
|im) mildly protective layer which can be utilised as a bondcoat for subsequent 
application of organic paints, or other coatings, such as ceramic coatings. 

[0005] In order to produce a phosphate-bonded ceramic, a chemical reaction is 
15 initiated between the phosphate -carrying reactant, for example orthophosphoric acid 
(H3PO4), and an oxide (such as alumina, zirconia, chromia, zinc oxide, and others). 
As a result, refractory phosphates, such as aluminium phosphate, are formed at 
relatively low temperatures. For example, for the system Al203-H3P04-Al(H2P04)3, 
the reaction starts at 127°C, and is complete at about 500°C. At higher tempera- 
20 tures, the resulting amorphous aluminophosphates undergo a chain of 

crystallization-phase transformations, to eventually decompose to P2O5 and AI2O3 
above IVeO^'C. (See Bothe and P. Brown, "Low Temperature Formation of 
Aluminum Orthophosphate", J, Am, Cer, Soc, 76 (1993) 362-68; and J. Bothe and 
P, Brown, "Reactivity of Alumina towards Phosphoric Acid", 7. Am. Cer. Soc, 76 
25 (1993) 2553-58.) 

[0006] The systems of particular interest include ceramic particles that are chemi- 
cally bonded to form a protective film on metallic substrate. I he films can be used 
for surface modification in preparation for deposition of subsequent coatings (e.g. 
30 phosphate treatment of metals before painting) or for added protection against 

corrosion and/or wear. However, due to substantial reactivity of phosphates, e.g. 
phosphoric acid, towards metals, the systems involving metals (e.g. phosphate- 
tvmtaininc! coatines on metals, or coatines that contain metallic particles) must 

tc.iz. steel) that contains Miuultancousls phosphoric acid and aluminium mciai 
panicles. In such coating particuhite aluminium is combined with the phosphoric 



m 
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acid solution, applied to surface ot metal, and heat treated at 250 - SSO^'C to bond 
the metal particles together, and to the substrate base metal. In such a coating 
formulation aluminium must be protected from extensive, and possibly violent, 
reaction v/ith the phosphate. One of the best-known systems that achieve this 
5 objective has been disclosed in U.S. Pat. No. 3,248,251, where chromates or 

molybdates were added to the solution to effectively protect aluminium metal from 
excessive reaction with the phosphate. These predominantly metallic coatings are 
still widely applied to protect ferrous metals form corrosion and oxidation. Another 
similar system has been disclosed in U.S. Pat. No. 3,395,027. In an attempt to 

10 eliminate the use of environmentally dangerous chromates or molybdates, formula- 
tions rich in dissolved aluminium ions, e.g. less reactive towards aluminium metals, 
have been proposed by Stetson et al in U.S. Pat. No. 5,279,649 and 5,279,650. 
These formulations contained numerous other substances that were supposed to 
inhibit reactivity of phosphates towards aluminium particles. Yet another attempt to 

15 produce ''environmentally friendly" phosphate bonding composition suitable for 
coatings is disclosed by Mosser et al in a series of U.S. Pat. No. 5,478,413; 
5,652,064; 5,803,990 and 5,968,240. All of these formulations include complex 
mixtures of ions (in addition to the phosphate ion solution) with the objective to 
control reactivity of phosphates in coatings application. In one variant of such 

20 coating system, disclosed in U.S. Pat. No. 4,544,408, a water/acid dispersion 

premix of hydrated alumina (e.g. boehmite or pseudoboehmite) is admixed into the 
usual chromate/phosphate or molybdate/phosphate coating composition. The patent 
teaches that mixing the two solutions leads to gelation of the hydrated alumina 
particles and, as a result of this process, a thixotropic mixture is formed. The 

25 thixotropic nature of the mixture allows deposition of uniform coatings in the spin 
coating process. It is disclosed that particles of alumina or aluminium improve 
performance of such coatings. It is further claimed in U.S. Pat. No. 4,838,942 that 
the coating system containing aluminium particles and a mix of chromic, phospho- 
rous, phosphoric acids and aluminium phosphate can be cured at very low tempcra- 

30 ture of 150°C to 190^C. 

[0007] Another area pertaining to the present invention includes fully ceramic 
^vstem^ (\ c no metals are present^ where verv tine particles (nanometer si/e) of 



Smtcniiii i>I Mixtures o\ Seeded Hohcmiic and I iualinc Alplia Alumina , ./ .1//. 
( V/-. S(H-. S3 (2()()()) 82-88: and M. Kumagai and C;.L Messing, "(\)ntrolled 
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Transformation and Sintering of a Bohemite Sol-Gel by Alpha Alumina Seeding'', 
J. Am. Cer. Soc. 68 (1985) 500-505.) These systems are referred to in the present 
invention as composite hydroxide ceramic CHC. During heat treatment the 
nanometer-size particles of HC decompose, releasing water, and form very active 
5 nanometer-size particles of aluminium oxide. In these systems the very large 

surface area (in excess of ICQ m'/gram), and thus high reactivity, of the thermally 
decomposed boehmite is utilised to accelerate sintering of the resulting aluminium 
oxide, i.e. full densification of such CHC is achieved at about ISOCC. The 
initially admixed particles of calcined alpha aluminium oxide act as nucleation site 

10 for alumina forming from thermally decomposing boehmite. These systems are 
useful in processing of dense alumina ceramics at relatively low temperatures, i.e. 
1300°C. However 3 these temperatures are too high to be able to process ceramic 
coatings of CHC on most metals. Moreover, thermal decomposition of boehmite 
and consequent removal of water from such system leads to relative large shrinkage, 

15 in excess of 20%, of the resulting ceramic body. Thus the hypothetical CHC 

coating would crack during heat treatment, as the base metal would not experience 
any processing shrinkage. This shrinkage decreases if share of the calcined ceramic 
in the system increases. This phenomenon is well known in the prior art of ceramic 
processing, e.g. in refractory ceramic processing. For example, when compacting 

20 a refractory brick of ceramic powders that could substantially shrink upon heat 
treatment (e.g. clay components), a portion of previously fired and ground brick 
("grog") is added to decrease the overall shrinkage, while maintaining chemical 
composition of the resulting brick essentially unchanged. 

25 [0008] The same concept, as applied to ceramic coatings, has been introduced by 
Barrow et al. ("Thick Ceramic Coatings using a Sol Gel Based Ceramic - Ceramic 
0-3 Composite;, Surf. Coat. Tech... 76-77 (1995) 113) and disclosed in U.S. Pat. 
No. 5,585,136, re-issued as Re. 36, 573. The authors teach that dispersion of up to 
90% of fine calcined ceramic particles into sol-gel solutions allows depositing 

30 ceramic coatings and thick composite films on metals. The disclosed sol-gel 
solutions are obtained through relatively complex route of dissolving salts, 
organomctalic compounds, such as alkoxides, or carboxylates and ketones. These 

^ ^tfMiTv M'hif'b f 'in h'^ .'!M«-^in(v1 mmnnyifr vnf orl (C^Ct\ ^\\\] n(M*d to he hc:\\ 
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[0009] A method to avoid these excessive temperatures and still achieve substantial 
ceramic bond in CSG has been recently disclosed by Troczynski and Yang, U.S. 
Patent No. 6,284,682 Bl, granted September 4, 2001. In that invention, CSG 
ceramic coatings are subject to chemical bonding through phosphating reactions, i.e. 
5 by impregnation of CSG coatings with phosphoric acid H3PO4 (PA) or 

monoaluminum phosphate A1(H3P04)3, (MAP), or combination thereof. The high 
reactivity of the sol particles produced through dissolving salts, organometalic 
compounds, such as alkoxides, or carboxylates and ketones, allows rapid chemical 
bonding of CSG coatings at temperatures as low as 200°C. The chemically bonded 
10 composite sol - gel system is obtained (CB-CSG), useful for deposition of fully 
ceramic coatings on metals at low temperatures. Phosphating of aluminium salts 
has been used in the past (U.S. Patent No. 4,927,673) for rapid hardening of 
moulds for casting metals. 

15 SUMMARY OF INVENTION 

[0010] The present invention represents an inventive advance over the phosphate 
containing systems described above. 

20 [OOII] An objective of the present invention is to control reactivity of phosphates, 
such as phosphoric acid H3PO4 (PA), phosphorous acid H3PO3 (PA'), or 
monoaluminum phosphate A1(H3P04)3, (MAP), towards other components of the 
system (metallic or non-metallic), including molded ceramics and ceramic coatings, 
without any addition of secondary compounds such as molybdates or chromates. 

25 Such well-controlled phosphate systems allow, for example, deposition of environ- 
mentally clean ceramic coatings on metals or non-metals. 

[0012] A further objective of this invention is to utilize the very high activity of 
thermally decomposed fine hydroxide ceramic, such as thermally dehydrated 
30 boehmite ceramic, to initiate chemical bonding through phosphating, and to control 
reactivity of the phosphates, such as phosphoric acid H3PO4 (PA), phosphorous 
acid H^PO^ (PA ), or monoaluminum phosphate A1(H3P04)3, (MAP), towards other 

ceramic (CHCi s\sicins. such as hochniitc cciamic nuxcd uiili calcnicd ceramic doi 
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example alumina powder), to minimise shrinkage of the resulting eeramic coating, 
such that crack-free coatings are obtained. 

[0014] A key feature of the subject invention is its ability to achieve high quality, 
5 dense ceramic coatings on metals and non-metals at low process temperatures, while 
avoiding complex ionic content, or complex sol-gel routes through dissolving salts, 
organometalic compounds, such as alkoxides, or carboxylates and ketones. The 
subject invention therefore discloses that suitable thermal treatment of the composite 
hydroxide ceramic (CHC), followed by chemical bonding (CB) through phosphating 
10 of CHC, can yield excellent, environmentally friendly chemically bonded composite 
hydroxide ceramics (CB-CHC). These materials are especially suitable as ceramic 
coatings. 

[0015] One example of a procedure according to the invention is a mix of calcined 

15 alumina and hydroxide alumina (or hydrated alumina, such as boehmite) networks, 
which is heat treated at about 200 °C to de-hydrate the hydroxide and is then 
impregnated with a mix of metal phosphate and phosphorus acid. The phosphates 
and phosphorus acid react primarily with the active hydroxide derived alumina 
networks to form complex amorphous phosphates at about 300 °C , which can 

20 crystallize upon heat treatment above about 600°C. The hydrated alumina derived 
alumina is subject to reaction with phosphoric acid to result in a polymerized 
network of monoaluminum phosphate. The phosphates also partially react with 
calcined alumina, thereby providing a strong bond between the alumina filler 
particles, and the continuous matrix phosphate phase. In order to achieve the 

25 desired properties, the kinetics of the phosphating reaction must be controlled to 

prevent substantial reaction of the phosphate with the substrate, which is undesirable 
because it can lead to reaction product buildup at the interface and spallation of the 
coating. The kinetic reaction control is achieved through the use of an active 
hydroxide-derived phase (e.g. through dehydration of boehmite) with an inert 

30 ceramic filler, and phosphate phase, in proper ratio, particle size, and concentration 
across the coating. 

[00161 The inventi(m i*^ directed to ri prfX'es^ (>f preparing' :i chemicnilv bonded 
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[00171 The hydroxide derived oxide can be a first phase and can be impregnated 
with a secondary phosphate phase which can react with the oxide ceramic first 
phase. In one embodiment of the invention, a mixture of calcined alumina and 
hydroxide alumina, such as boehmite (AlOOH), can be heat treated in air at about 
5 200°C to 300°C to decompose the hydroxide alumina, and then impregnated with a 
mixture of metal phosphate and phosphorus acid to form complex amorphous 
phosphates which can crystallize under further heat treatment. In another embodi- 
ment of the invention, porosity in the surface of the ceramic coating can be sealed 
by utilizing a process selected from the group consisting of hydroxide impregnation, 
10 hydroxide electrophoretic deposition, aluminum phosphate impregnation, phospho- 
rus acid impregnation, or a combination of these treatments. 

10018} In a specific embodiment, the invention involves a process of preparing a 
chemically bonded ceramic comprising: (a) as a first step, preparing a slurry of 

15 solvent and hydroxide ceramic; (b) as a second step, heat treating the hydroxide 
ceramic slurry at a temperature of between about 100 to 800°C to produce a 
dehydrated oxide ceramic; (c) as a third step, phosphating the dehydrated oxide 
ceramic with a phosphating agent to seal pores in the surface of the dehydrated 
oxide ceramic and produce a phosphated oxide ceramic; and (d) as a fourth step, 

20 heat treating the phosphated oxide ceramic at a temperature between about 200 ''C 
and about 1200°C. 

[0019] The hydrated ceramic oxide can be one or more of SiO^, AI2O3, Zr02, TiO^, 
BeO, SrO, BaO, CoO, NiO, ZnO, PbO, CaO, MgO, CeO,, Cr203, Fe203, Y^O^, 
25 SC2O3, Hf02 or La203. The phosphating agent can be a metal phosphate, phospho- 
ric acid, or mixtures thereof. The metal in the phosphate can be one or more of Al, 
Zr, l i, Mg, Cu, I e, Ca, Sr, Hf or Cr. The process can include a calcined ceramic 
filler comprised of powders or fibres of oxides, carbides, nitrides, boridcs, lluo- 
rides, suphidcs or mixtures thereof. 

30 

[0020] The invention is also directed to a process of preparing a chemically bonded 
hydroxide ceramic coating deposited on a substrate comprising phosphating a 
hvdroxidc derived oxide ceramic deposited (^n the ^ub^trate inv sufficient time to 
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[0021] The invention also pertains to a method of preparing a ceramic hydroxide 
coating on a substrate which comprises: (a) immersing a substrate coated with a 
ceramic hydroxide coating into a solution containing dispersed boehmite; (b) 
withdrawmg the ceramic hydroxide coated substrate from the boehmite alumina 
5 solution and drying the coated substrate at a temperature of about 100°C; (c) heat 
treating the dried coated substrate at a temperature of about 200 °C for about 10 
min.to substantially dehydrate the boehmite; (d) applying a phosphoric acid solution 
on the surface of the ceramic coated substrate to seal the pores in the ceramic 
coating for sufficient time that permits the alumina resulting from dehydration of 

10 boehmite to react with the phosphoric acid solution sufficiently rapidly to seal pores 
in the alumina ceramic coating, but for insufficient time that the underlying sub- 
strate is exposed to substantial phosphating reaction. The phosphoric acid can be 
reacted with the dehydrated boehmite coating at about 300 ''C for about 10 minutes. 
The reaction of the phosphoric acid with the dehydrated boehmite ceramic coating 

15 can yield a polymerized network of mono-aluminum phosphate within and on the 
surface of the coating. 

[0022] The invention is also directed to a method of preparing an alumina/alumina 
composite hydroxide ceramic (CHC) coating on a substrate which comprises mixing 

20 boehmite and calcined aluminium oxide in water at a pH of 2 to 6 to produce a 

suspension, agitating the suspension to produce a homogenous slurry, immersing a 
substrate in the slurry to coat the substrate, and drying the composite hydroxide 
ceramic coating at a temperature of 50 to 200°C. Other ceramic particles, such as 
zirconia particles can be substituted for the calcined aluminum oxide. The porous 

25 coating resulting from this process is then sealed using chemical bonding process 
through phosphating, as described above. 

[0023] The invention also pertains to a method ol sealing porosity of ceramic 
coatings comprising impregnating the porous ceramic coating with mono-aluminum 
30 phosphate for about 10 to 50 min., and heating the impregnated coatings at a 

temperature of about 300 °C for about 20 to 50 min. The product may be further 
heat treated at temperatures of 500 to 800°C for about 10 to 50 min to crystallize 
thf» nf>lvm<*ri7(v1 romnlex o]ris^\' ph(>«;nhri<;c«^ re^ulrin<7 from the reacti(Mi 



ceramic Ci>:Utng on a suhsiratc wnii phospiu)nc acid u hich ^oni|)t iscs iicaiiiii: liic 
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coaling with phosphoric acid tor about 1 to 20 min., and polymerising the resuUing 
product at a temperature ol about 300°C tor 20 to 50 min.. 

[00251 The invention is also directed to a process for producing a porosity sealed' 
5 ceramic film on a substrate comprising: (a) mixing a hydroxide solution with a 
metal oxide ceramic powder to produce a mixed slurry; (b) applying said mixed 
slurry to a substrate to thereby coat the substrate with the ceramic hydroxide slurry; 
(c) heating the ceramic hydroxide coated substrate at a temperature up to about 
600°C to 1000°C to produce a ceramic metal oxide film on the substrate; and (d) 
10 sealing surface pores of the ceramic coating with a phosphorus containing ceramic 
sealant. 

[0026] The ceramic sealing process can be selected from the group of processes 
comprising hydroxide impregnation, hydroxide electrophoretic deposition, alumi- 
15 num phosphate impregnation or phosphorus acid impregnation. 

BRIEF DESCRIPTION OF DRAWINGS 

[0027] In drawings which illustrate specific embodiments of the invention, but 
20 which should not be construed as restricting the spirit or scope of the invention in 
any way. Figures 1 to 8 illustrate SEM microstructures of several alumina/alumina 
CB-CHC (Chemically Bonded Composite Hydroxide Ceramic) coating, deposited 
on a variety of substrates. 

25 [0028] Figure 1 is a CB-CHC coating on stainless steel substrate. An approxi- 
mately 969^ dense, 60 ^m thick film is shown. 

[0029] iMgurc 2 presents similar, but only 25 [im thick, CB-CHC coating on copper 
substrate. 

30 

[0030] Figure 3 shows 30 ^m thick CB-CHC coating on carbon fiber reinforced 
epoxy composite. 
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[0032] bigure 5 presents 170 |am thick CB-CHC thermal barrier coaling on nickel 
alloy substrate, with enlarged grain size and porosity. 

[0033] Figure 6 is 40 [im thick CB-CHC coating on magnesium alloy substrate. 

5 

[0034] Figure 7 is a CB-CHC membrane, showing coarse (lop) and fine (5 \xm thick 
bottom) porosity films, 

[0035] Figure 8 presents microstructure of the coarse porosity film of CB-CHC 
10 membrane. 



[0036] A new, generic method for deposition of low porosity ceramic coatings of 
Chemically Bonded Composite Hydroxide Ceramic (CB-CHC) is disclosed. CB- 
CHC is a novel process which comprises an inventive combination of dispersable, 
20 fine hydroxide technology. Composite Hydroxide Ceramic (CHC) technology, and 
the reactivity between phosphates and metal oxides or hydroxides. 

- [0037] The key discovery of the subject invention is that the hydrated ceramic 
oxide, after calcination at mild temperature of 100°C to 1000°C, preferably about 

25 200°C to 300°C, reacts rapidly with the phosphates and/or phosphoric acid and thus 
forms an excellent ceramic binder for other ceramic or metallic particles (fillers) 
present in the system. In applying the invention to the processing of ceramic 
coatings, the reaction is sufficiently rapid that the underlying metallic substrate is 
not exposed to damaging phosphating reactions. By using the above processes of 

30 the invention, non-permeable and crack-free thick ceramic coalings (from few ^Lm, 
and up to several mm thick) have been successfully fabricated on variety of sub- 
strates, including steel, Ti, Cu, Al, Mg, fiber reinforced ep(^xy, ceramic, in simple 
^prnv rrnnrin<^''rurinf^ operation The resultine coatin<j^ had bc^ndinn strength 



DETAILED DESCRIPTION OF SPECIFIC 



EMBODIMENTS OF THE INVENTION 



15 



General Principles and Characteristics 



suhicct nncniioi) can be used produce uicrcniental ucar and corrosion proicclion. 
dielectric cinitings: thermal harrier coatings: bioactive coatings and also for sealing 
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porous ceramic coatings and bulk materials, for improved corrosion and wear 
resistance. In another variant of the invention, high fraction of porosity may be 
allowed in thicker CB-CHC films to achieve low thermal conductivity (e.g. for 
thermal barrier coatings applications) or to achieve permeable membrane, useful for 
5 fiUration of liquids or gases. 

[0038] In this application, the inventors disclose that chemical bonding through 
phosphating of hydroxide derived oxides leads to dense, hard, wear and corrosion 
resistant ceramics for variety of applications, including coatings and bulk compo- 
10 nents. In the case of coatings, the bonding is achieved after heat treatment at 
temperatures as low as 300°C, without chemically attacking the substrate by the 

nhn«nhatp<: The l<rpv nhpnnmpnnn of the disclosed nrocess is the reactivitv of the 

I "I - — — 1 ~ - — * •' 

fine particles resulting from thermal decomposition of hydroxide ceramic, with 
phosphate precursors. The inorganic products of this reaction polymerize and form 

15 complex phosphates, which may crystallize at elevated temperatures. Such com- 
bined hydroxide/oxide/chemical bonding process can be used to fabricate dense, 
thick, low permeability ceramics or ceramic coatings at relatively low temperatures, 
for a variety of applications, including providing high temperature corrosion 
protection, wear resistance, dielectric properties, non-sticky surfaces, non- wetted 

20 surfaces, thermal barrier ceramics, bio-active ceramics, and others. 

[0039] In a specific embodiment, the invention involves a process of preparing a ' 
chemically bonded ceramic comprising: (a) as a first step, preparing a slurry of 
solvent and hydroxide ceramic; (b) as a second step, heat treating the hydroxide 

25 ceramic slurry at a temperature of between about 100 to 800 °C to produce a 

dehydrated oxide ceramic; (c) as a third step, phosphating the dehydrated oxide 
ceramic with a phosphating agent to seal pores in the surface of the dehydrated 
oxide ceramic and produce a phosphated oxide ceramic; and (d) as a fourth step, 
heat treating the phosphated oxide ceramic at a temperature between about 200 °C 

30 and about 1200°C. 

[0040] In this invention, hydrated ceramic oxides suspended in water/acid mixture 

SrO, BaO, C\)(), NiO, /nO, PbO, C^aO. MgO, ( cO,. i'vA) , l c,();, \X),, ScX),. 
HfO. or La.O;. The chemical bonding agent include metal phosphates, phosphoric 
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acid, or mixtures or suspensions of same in liquid media, such as water or organic 
liquids. The metal in the phosphates includes one or more oi Al, Zr, Ti, Mg, Cu, 
1 e, Ca, Sr, Ht\ Cr, Ba, Mo, Ni, Zn, Pb, Sn. The calcined ceramic tiller material 
may include essemially any ceramic in any form, i.e. powders or tibres of oxides, 
5 carbides, nitrides, borides, fluorides, sulphides or mixtures thereof. Metallic 
particles may be also added to this system. 

" [0041] Composite Hydroxide Ceramic (CHC) processing offers many advantages 
over conventional ceramic processing, including high purity, homogeneity, and low 
10 sintering temperature of the ceramics. The problems limiting the applications of 

CHC for coating technology for corrosion and wear protection include cracking due 
to significant shrinkage. This problem has recently been partially addressed in the 
application of modified sol - gel technology for deposition of thick ceramic coatings 
(U.S. Patent No. 5,585,136, Barrow et al., Queens University). Thicker coatings 

15 (up to 6 fim in single deposition and up to 200 ^m in multiple depositions) evidently 
did not crack upon drying because the gel phase contained up to about 90% wt. of 
the filler calcined (i.e. not shrinking upon heat treatment) ceramic. These coatings 
were however produced through complex sol-gel routes through dissolving salts, 
organometalic compounds, such as alkoxides, or carboxylates and ketones. The 

20 authors disclose in S. Kwon et al.. Sintering of Mixtures of Seeded Bohemite and 
Ultrafine Alpha Alumina", J, Am. Cer. Soc, 83 (2000) 82-88, and M. Kumagi et 
al., "Controlled Transformation and Sintering of a Bohemite Sol-Gel by Alpha 
Alumina Seeding", /. Am, Cer. Soc. 68 (1985) 500-505, a process where the stable 
dispersion of calcined ceramic in a sol is applied to a substrate, without a substantial 

25 temperature differential therebetween, so as to provide a coaling thereon up to about 
6 ^Lin thick. The resulting coating is subsequently fired so as to remove the organic 
constituents related to sol-gel processing, liven though active sol particles allow 
decrease of heat treatment temperature for the coatings disclosed in above men- 
tioned U.S. Patent No. 5,585,136, weak bonding persists between coating and 

30 substrate, and permeability of the ceramic structure to gases and liquids persists (if 
porous). That is, even when the coatings were heat treated at temperatures up to 
1000°C, residual porosity persists, thereby giving relatively low hardness for the 
coating and a high permeability to gases and liquids. The high temperature require- 

(>,284,h82 Bl that this particular porosity and hardness pnM^Iem can be addressed 
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thr(r)ugh use ot- a phosphate ceramic sealant by any of a number of techniques 
including impregnation, electrophoretic deposition, aluminum phosphate impreg- 
nation, phosphorus acid impregnation, and/or combinations of these treatments. 

5 [0042] In order to overcome the high shrinkage problem of hydroxide processing, 
calcined ceramic powders or fibers (ceramic fillers) may be mixed with hydroxide 
and water to fabricate high performance composite hydroxide ceramics. The 
shrinkage of these bodies decreases because of the presence therein of the significant 
amount of inert ceramic powders or fibers. The additional advantages of hydroxide 

10 processing for ceramic composites are fine scale mixing and low densification 

temperature, leading ultimately to improved properties. This composite hydroxide 
technology can be used to fabricate crack-free thick ceramic coatings, up to several 
hundred ^m thick, on metallic or nonmetallic substrates. Prior art knowledge 
shows, however, that these composite hydroxide coatings cannot be densified and 

15 gain enough strength and hardness if cured below about 1000 ''C. For most metallic 
substrates of interest, however, including aluminum and magnesium alloys, the 
maximum curing temperature must be below about 600 ""C. The subject invention 
solves this dilemma because it allows production of chemically-bonded, dense and 
hard composite hydroxide coatings on substrates or bulk ceramic components in this 

20 temperature range. 

[0043] The currently disclosed invention teaches that fine hydroxide ceramics (such 
as aluminum hydroxide AlOOH, also known as aluminum oxide monohydrate or 
bohemite, or zirconium hydroxide Zr(OH)4 ) can be utilized as an active ingredient 

25 of compositions suitable for deposition of environmentally friendly ceramic coat- 
ings. The active oxide ceramic, resulting from heat treatment of the fine hydrox- 
ides at 200 - 300''C, rapidly reacts at relatively low temperatures with phosphate, 
such as orthophosphoric acid or aluminum phosphate, to form a ceramic binder. 
This binder can be used by itself to produce chemically bonded ceramic coatings or 

30 bulk components. The binder can also be used to bond secondary materials, such as 
ceramics or metals, to produce chemically bonded composite ceramic coatings or 
bulk components. Once chemically bonded at low temperature (200 - 300°C), the 
h^nn(] mnintnin*^ h'lvh streni^th tn verv hiph temperatures, up to about 1500°r The 



l^ochmitc AlOOH). which may or may n(U be acct)inpaiiicd b> sccondai\ caicmcd 
ceramic particles, and are subsequently heat treated and then chemically bonded. 
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using for example phosphates. The method does not use organic Hquids, 
organometalhcs or any salts as precursors for the coating composition. The only 
components of the coating systems, as disclosed below in detailed description, 
include water (adjusted to acidic pH = 2 to 6 using e.g. nitric acid), the hydroxide 
5 ceramic (e.g. boehmite), the inert calcined ceramic filler (e.g. calcined alpha 

alumina). Such coating system is deposited on metal substrate using any means of 
spraying, dip-coating, spin-coating, electrophoretic coating, and others. The 
deposited coating is heated at 100 ~ 800°C to dehydrate the fine hydroxide ceramic 
in preparation for the subsequent chemical bonding through phosphating step. 

10 There is no organic constituents released upon heat treatment of the coating (only 
water is being released). After the dehydration heat treatment, the chemical 
bonding process is initiated by providing contact between the fine oxide ceramic 
particles resulting from decomposition of hydroxide ceramic, and the phosphate 
reactants, such as phosphoric acid or monoaluminum phosphate. This is accom- 

15 plished by using any means of spraying, dip-coating, spin-coating, electrophoretic 
coating, and others. Elevating system temperature to approximately 100 - 1000°C 
completes the chemical bonding reaction between the phosphate reactant and oxide 
components of the coatings. 

20 [0044] It is further disclosed that the coating system described above can be applied 
to a substrate remaining at a wide ranges of temperatures, approximately from 0°C 
to 1000°C, The coating can be also applied in wide range of thickness increments, 
from about 10 ^m to about 2 mm. A wide range of geometry and shapes can be 
coated, including out-of-sight geometry and concave shapes. This is particularly 

25 suitable for coating internal surfaces of pipes and pipelines. The process is environ- 
mentally benign and non-invasive towards metals. It is exclusively water - based 
processing, i.e. there are no organic constituents to be removed from solvents 
during processing. The principal components are known to be cnvircMimentally 
friendly, e.g. alumina and aluminum hydroxide powders arc components of 

30 toothpaste, and phosphates are components of human bone. 

[00451 Whereas the key, well defined characteristic of the disclosed process is the 
rnnid/low temperature reaction between the calcined hvdroxide ceramic (such as 

Cciii be variable. .Xllhough tiic aho\c prcscniaiion U>cuscd on <i|^piieaiuuis ucic 
wear and corrosK>n protectitni may be sought (hence use of hard inert alpha 
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alumina powder filler), many alternate fillers and applications are envisioned. For 
example, the very same system containing calcined boehmite / phosphate/alpha 
alumina has been determined as an excellent dielectric film for insulation of both 
low voltages (e.g. m thermoelectric generators) and high voltages (e.g. in high 
5 power electric circuits). Many other ceramics may replace alumina for 

wear/corrosion/dielectric applications, as most ceramics are wear and corrosion 
resistant and are also electrical insulators. Another application involves active filler 
particles, e.g. magnetic material particles or material piezoelectric particles. In 
application to bio-active ceramics, the filler may be a hydroxyapatite or other 

10 calcium phosphate ceramic. Solid lubricants, such as BN or MoS2 can be used as a 
filler to modify (decrease) friction coefficient between coated components. High - 
temperature polymer particles that can survive the 300*^0 heat treatment temperature 
for chemical bonding, e.g. PTFE, can also be used as a secondary filler phase. The 
metallic filler phases in the form of particles or fibers may be used to increase 

15 fracture toughness of the coatings. 

Examples 

General Example 1 . Processing of chemically bonded hydroxide ceramic. 

20 

[0046] The coating slurry was prepared by mixing 200 g of aluminum hydroxide 
powder (boehmite AlOOH, equivalent to aluminum oxide monohydrate AUO^ • 
H.O) and 750 g of alpha alumina powder (average particle size about 0.5 [am), in 1 
liter of distilled water. The slurry acidity and viscosity was adjusted to approxi- 

25 mately pH=4 using IM nitric acid. At this stage the slurry viscosity was approxi- 
mately 20 mPa.s. The slurry was deposited on a substrate at room temperature by 
spray-coating, dip-coating, spin-coating, and electrophoretic deposition. The 
ccxiting thickness varied between approximately 10 ^m and 3000 ^m, depending on 
the method of deposition. I he coatings were subsequently dried in air at room 

30 temperature for about 1 hr (thinner coatings) and 4 hrs (thicker coatings) and then 
calcined at 250°C for 20 min, then cooled to room temperature. The heat treatment 
can be performed in an oven, or equally well through application of surface flame 
•> r-ulinnt <^onr(v- At thi^ ^triot? n ^^^^ 4S0^ porous c(\'Uinr is obtained, in which 



il^ochniitc) particle^ 1 unlicr elimination ot port>sit> oi sucii s\sicni to l>cii>u 
would normally require heat treatment above 12()()''C\ excluding application to most 
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metals in air. However, chemical bonding through phosphaling according to the 
subject invention enables a reduction of the total porosity to less than 3% (open 
porosity near zero), at temperatures 200°C to 600''C. 

5 [0047] The small size of the oxide particles produced from the hydrated oxide is 
critical to provide sufficient reactivity in the presence of chemical bonding agent, 
e.g. phosphate or phosphoric acid. Dispersing ceramic powders or fibers (of 
oxides, carbides, nitrides, fluorides, or others) into the initial slurry forms the 
composite hydroxide ceramics (CHC). If such calcined ceramic powder particles 

10 are dispersed in the slurry, a dramatic decrease of densification strain results, 

thereby allowing processing of ceramic coatings and bulk shapes of unlimited size 
and shape. Simultaneously, the nature of the dispersed phase may be varied 
independently of the type of the bonding phase, thereby providing a high degree of 
flexibility in the custom design of ceramics for any given applicadon. However, 

15 such ceramics must be further heat treated at relatively high temperatures, i.e. 
above 1200°C, in order to form ceramic bond and eliminate porosity. 

[0048] In order to achieve substantially full densification of the body at a tempera- 
ture below 600°C, an add-on chemical bonding process, according to the invention, 

20 is required. In one example of the invention, the monoaluminum phosphate 

(MAP), A1(H.P04)3, derived from AUO3-H3PO4-H2O system, is used along with 
H3PO4 to initiate and control the phosphating reactions with the fine oxide particles 
derived by dehydration of the fine hydroxide particles (boehmite). The following 
reactions are initiated between hydroxide-derived alumina, calcined alumina and the 

25 phosphates: 

Al.O, + 6U,VO, • 2A1(H,P04), 4- H.O 
AKH.PO^). 0 2U,P(h + AIPO4 xH.O 

lH>rmation of hydrated aluminum phosphates occurs if excess alumina is present, 
30 since A1(H.P04)3 is still capable of reacting, according to the reaction: 

A1(H,P04): + Al.O, 3AIPO4 + 3H,0 

..,...;[ il .1 i ii i V : i li M i ., i ; . ■ . 1 i . I . V. . . . . , i . ..... • . 

iiiuniina concentration dcicrnnnc the kind and relative amounts o\ phosphates 
oblamcd by the reaction at a fixed temperature and time. The preferred system is 
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reaction of Uie alumina clusters derived from hydrated alumina, with a combination 
of phosphates and phosphoric acid. CB-CHC technology allows coating of metals, 
including light metals such as Mg or Al, with well adhering, 10-3000 ^im thick 
films for structural or functional applications. Deposition of thick, dense, fully 
5 ceramic films is accomplished in a simple painting-low temperature curing opera- 
tion. Typical microstructure of the resulting coating is illustrated in Figure 1 . 

[0050] The described above general example is further illustrated through the 
following flowsheet: 



10 



Schematic Flowsheet of Process for Producing 
Low Porosity A lumina Ceramic Coatings on Stainless Steel 
bv Chemical Bonding of Composite Boehmite 



15 



Mix 200 g boehmite 750 g calcined alumina in water 
Adjust pH to 4 



20 



Composite Hydroxide Ceramic slurry (CHC) ready for coating 



25 



Roughen the surface 
of substrate (stainless steel) using sand blasting 



30 



Spray the slurry on the substrate 
using conventional air-pressure paint gun 



35 



Dry at room temperature tor 1 hr 
Dehydrate al elevated temperature (250°C/20min) 



40 



Spray the phosphoric acid/aluminum phosphate 
(^n the substrate using air-pressure paint gun 



18 



Example 2. Chemically bonded hydroxide ceramic coatings deposited on cold 
stainless steel substrates. 



[0051] I he coating slurry was prepared by mixing 200 g of aluminum hydroxide 
5 powder (boehmite) and 750 g ot alpha alumina powder (average particle size about 
0.5 ^Lm), in 1 liter of distilled water. The slurry acidity and viscosity was adjusted 
to approximately pH=4 using IM nitric acid. At this stage the slurry viscosity was 
approximately 20 mPa.s. The slurry was deposited on stainless steel solid substrate 
at room temperature by spray-coating, dip-coating, spin-coating, and electropho- 

10 retic deposition. The coating thickness varied between approximately 5 ^m and 

1000 |im, depending on the method of deposition. The coatings were subsequently 
dried in air at room temperature and then calcined at 250''C for 10 min, then cooled 
to room temperature. Subsequently the resulting porous coatings were infiltrated by 
50% phosphoric acid and reheated to 300°C for 10 min. The resulting coatings 

15 had low porosity (approximately 6% pores by volume), high bonding strength (48 
MPa), and high surface hardness (7.2 GPa). The resulting coatings were suitable 
for enhanced wear/corrosion protection of the metal surface. If the last step of 
infiltration by 50% phosphoric acid and reheating to 300 °C for 10 min was repeated 
three times, the resulting coatings had decreased porosity (approximately 3% pores 

20 by volume), increased bonding strength (50 MPa), and increased surface hardness 
(7.9 GPa). 

Example 3. Chemically bonded hydroxide thick ceramic coatings deposited on 
hot stainless steel substrates. 

25 

[0052] The coating slurry was prepared by mixing the powders of 150 g aluminum 
hydroxide (boehmite), 500 g zirconia (average particle size about 1.5 ^m), and 300 
g alumina (average particle size about 0.5 |am), in 1 liter of distilled water. I he 
slurry acidity and viscosity was adjusted to approximately pH=4 using IM nitric 
30 acid. At this stage the slurry viscosity was approximately 20 mPa.s. I he slurry 
was deposited on stainless steel solid substrate at 300''C by spray-coating, and the 
substrate temperature was maintained for 10 minutes after deposition, then cooled to 
rMf>TiT tfMTiprr-nnn* Stih^rouentlv fb(^ n-^^nlTin^^ fhicV ((^ 1 mm^ pfiroii^s rnr^tino^ 



h>r metal casting. 1 he resulting coalings had high thermal ^iiock rcMsiaiicc and 
thermal cxcling resistance. 
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Example 4. Chemically bonded hydroxide ceramic coatings deposited on low- 
carbon steel substrates. 

5 [00531 I he coaling slurry was prepared as in the above example 1. The slurry was 
deposited on low-carbon steel substrates at room temperature by spray-coaling. The 
coating thickness varied between approximately 50 ^m and 60 ^m. The coatings 
were subsequently heat treated and chemically bonded as in the above example 1 . 
The resulting coatings had low porosity (approximately 6% pores by volume), high 

10 bonding strength (49 MPa), and high surface hardness (7.0 GPa). The resulting 
coatings were suitable for enhanced corrosion protection of the metal surface in 
m.olten zinc and m.olten alum.iniim environment. Additionally, it was found that the 
resulting coalings were suitable for enhanced corrosion protection of marine 
structures in simultaneous presence of salt, marine organisms attaching to compo- 

15 nent surface, and sand abrasion. 

Example 5. Chemically bonded hydroxide ceramic coatings deposited on 
aluminum alloy substrates. 

20 [0054] The coating slurry was prepared by mixing 150 g of aluminum hydroxide 
powder (boehmite) and 700 g of alpha alumina powder (average particle size about 
0.5 fim), in 1 liter of distilled water. The slurry acidity and viscosity was adjusted 
to approximately pH=4 using IM nitric acid. At this stage the slurry viscosity was 
approximately 20 mPa.s. The surface of 6061 aluminum alloy substrate was treated 

25 with 30% phosphoric acid to form 0.2 ^m thick interlayer phosphate coatings, 

followed by heat-treating at 300' C for 10 min. The final coating slurry was depos- 
ited on 6061 aluminum alloy substrate at room temperature by spray-coating or dip- 
coaling, U) thickness of approximately 50 |im. The coalings were subsequently 
dried in air at room temperature and then calcined at 250 'C for 10 min, then cooled 

30 to room temperature. Subsequently the resulting porous coalings were infiltrated by 
20% monoaluminum phosphate and reheated to 300''C for 10 min. The last step of 
chemical bonding process was repeated two more times. I he resulting coatings had 

lions in\t>l\ini! aluminum heat exchangers and oil pumps were laiecicd. Addiiion 
ally, it was found that the resulting coatings were suitable for dielectric tilms tor 
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thermoelectric generators made of aluminum alloy. If part of the alpha alumina 
filler powder is replaced with SiC, enhanced thermal conductivity and wear resis- 
tance of the coating results. Typical microstructure of such coating is illustrated in 
Figure 4. 

5 

Example 6. Chemically bonded hydroxide ceramic coatings deposited on 
magnesium alloy substrates. 

[0055] The coating slurry and surface of AZ91D magnesium alloy were prepared as 
10 in the above example 5. Similarly, the coating slurry was deposited and heat 
treated as in the above example 5 . The chemical bonding process used highly 
diluted monoaluminum phosphate due to the high reactivity of the substrate. The 
porous coatings were infiltrated by 15% monoaluminum phosphate and heated to 
300*'C for 10 min. The last step of chemical bonding process was repeated two 
15 more times. The resulting coatings had low porosity (approximately 3% pores by 
volume), high bonding strength (41 MPa), and high surface hardness (6.1 GPa). 
The resulting coatings were suitable for enhanced wear / corrosion protection of the 
surface of magnesium alloy. Typical microstructure of the resulting coating is 
illustrated in Figure 6. 

20 

Example 7. Chemically bonded hydroxide ceramic coatings reinforced with 
metallic particles. 

[0056] The coating slurry was prepared by mixing 200 g of aluminum hydroxide 
25 powder (boehmite), 500 g of alpha alumina powder (average particle size about 0.5 
^im). and 250 g aluminum powder (average particle size about 40 ^m) in 1 liter of 
distilled water. The slurry acidity and viscosity was adjusted to approximately 
pH==4 using IM nitric acid. At this stage the slurry viscosity was approximately 20 
mPa.s. I he slurry was deposited on aluminum alloy at room temperature by spray- 
30 coating, dip-coating, and spin-coating deposition. The coating thickness was 
approximately 100 ^m. The coatings were subsequently dried in air at room 
temperature and then calcined at 250*'C for 10 min, then cooled to room tempera 

- 'n;. . : i; 'p[ » : V ii ll.lK. : . , ..i. • r- , .v. .. 

(41 MPa) I hc resulting coalings were suitable lor enhanced wear corrosion 
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protection of the metal surface, in presence of thermal and/or mechanical strain 
cycling. 

Example 8. Chemically bonded hydroxide ceramics for metal-reinforced 
5 ceramic membranes. 

[0057] The coating slurry was prepared by mixing 150 g of aluminum hydroxide 
powder (boehmite) and 700 g of alpha alumina powder (average particle size about 
10 ^m), in 1 liter of distilled water. The slurry acidity and viscosity was adjusted to 
10 approximately pH = 5 using IM nitric acid. At this stage the slurry viscosity was 

approximately 30 mPa.s, The slurry was deposited on stainless steel mesh substrate 
r^annrnximatplv 40 um mesh onenine) at room temperature by spray-coating. The 

V"l- f - I L • - 

membrane thickness was approximately 100 ^m. The membrane was subsequently 
dried in air at room temperature for 4 hrs and then calcined at 300''C for 20 min, 

15 then cooled to room temperature. Subsequently the resulting steel mesh - rein- 
forced membrane was infiltrated by 10% mono-aluminum phosphate (A1(H2P04)2) 
and reheated to SOO^'C for 10 min. The resulting membranes had high porosity 
(approximately 40% pores by volume) and high strength due to the presence of the 
reinforcing stainless steel mesh. The resulting membranes were suitable for liquid 

20 or gas filtration, or as a support for other porous membranes or coatings. Typical 
microstructure of the resulting porous membrane is illustrated in Figure 7, and 
enlarged section of the porous membrane in Figure 8. Figure 7 additionally 
illustrates fine porosity (less than 0.1 um size pores) film on top of the large 
porosity film, for super-filtration. 

25 

Example 9. Chemically bonded hydroxide ceramic coatings deposited on copper 
substrates. 

[0058] The coating slurry and surface ot copper substrate were prepared as in the 
30 above example 6. Similarly, the coating slurry was deposited and heat treated as in 
the above example 6. The porous coatings were infiltrated by 20% monoaluminum 
phosphate and heated to 300''C for 10 min. The last step of chemical bonding 
t-To^'rv. M rf-pf^'Hrfl uv'o T7i(>rr rini(-v with rh(* Iri^T innitrrnifMi ^tep n^in<^ 50*"^ 



were suitable tor surtacc tnodil icaiion ol water cooled coppci pancK loi molten 
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metal processing. Typical microstruclure of the resulting coating is illustrated in 
Figure 2. 

Example 10. Chemically bonded hydroxide ceramic coatings deposited on 
5 titanium alloy substrates. 

[0059] The coating slurry and surface of titanium alloy substrate were prepared as 
in the above example 6. Similarly, the coating slurry was deposited on titanium and 
heat treated as in the above example 6. The porous coatings were infiltrated by 

10 30% monoaluminum phosphate and heated to 300"C for 10 min. The last step of 
chemical bonding process was repeated two more times, with the last infiltration 
step using 50% phosphoric acid. The resulting coatings had low porosity (approxi- 
mately 3% pores by volume) and high bonding strength (48 MPa). The resulting 
coatings were suitable for corrosion and oxidation protection of titanium at elevated 

15 temperatures. 

Example 11. Chemically bonded hydroxide ceramic coatings deposited on 
nickel alloy substrates. 

20 [0060] The coating slurry and surface of copper substrate were prepared as in the 
above example 6. Similarly, the coating slurry was deposited on high - nickel 
alloy and heat treated as in the above example 6. The porous coatings were 
infiltrated by 30% monoaluminum phosphate and heated to 300''C for 10 min. The 
last step of chemical bonding process was repeated two more times using 50% 

25 phosphoric acid. The resulting coatings had low porosity (approximately 3% pores 
by volume) and high bonding strength (52 MPa). The resulting coatings were 
suitable for corrosion protection of nickel alloy at elevated temperatures in heat 
engine and gas turbine environments. 

30 Example 12. Chemically bonded hydroxide thick ceramic coatings with high 
coefficient of thermal expansion, for dielectric protection. 

f006l1 Thf* roMtinr ^Inrrv \va^ prcpMred bv mixine 150 <j of aluminum hvdroxide 

alpha alumina powder (avcrauc panicle m/c about 10 ^uni. ui 1 liici ol distilled 
water. The slurry acidity and viscosity was adjusted to approximately pH 4 using 
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IM nitric acid. At this stage the slurry viscosity was approximately 25 mPa.s. The 
slurry was deposited on stainless steel solid substrate at 300*^C by spray-coating, and 
the substrate temperature was maintained for 10 minutes after deposition, then 
cooled to room temperature. Subsequently the resulting very thick (about 1-2 mm) 
5 porous coatings were infiltrated by 50% phosphoric acid and reheated to 300^^C for 
10 min. The method is suitable for deposition of very thick coatings (e.g. several 
mm, for high voltage insulation), as the thermal stresses in the coating are minimal. 
This is because thermal expansion coefficient of the coating is approximately equal 
to that of the steel substrate. 

10 

Example 13- Chemically bonded hydroxide ceramic coatings for surface 
modification of metallic substrates in contact with organic solids, liquids and 
gases. 

15 [0062] The coating slurry and coating processing are the same as in the above 

example 2, on stainless steel and nickel alloy substrates. The coating was infiltrated 
with mono-aluminum phosphate three times. The resulting dense coating had 
decreased wettability by organic liquids and decreased adhesion towards organic 
solids, as compared to the metallic surface. The coatings were useful in decreasing 

20 organic deposits on the coated surfaces. 

Example 14. Chemically bonded hydroxide ceramic coatings for protection of 
ceramic substrates, 

25 [0063] The coating slurry and coating processing are the same as in the above 
example 2, on silicon carbide (SiC) substrate. The resulting coalings had low 
porosity (approximately 5% pores by volume), medium bonding strength (26 MPa), 
and high surface hardness (7.1 GPa). The coatings were free ot residual tension 
due to low value of thermal expansion coefficient of the substrate material (about 

30 3.5 10 for SiC). The coatings were useful for protection of the ceramic 
substrate from excessive oxidation at elevated temperatures. 

F\:iniplr 1^ rhomirjillv honried hvdroxide ceramic roatinc*; on fi- 

|(M)64| 1 he coating slurry was prepared as m the aho\c c\ani[ilc i 1 he caihon lihci 
reinforced epc^xy ccnnposite substrates were roughened, cleaned by detergent water 




- 24 - 

and etched by 50% phosphoric acid. The fiber network was partially exposed 
through these surface preparation methods, to interlock into the subsequently 
deposited coating. I he slurry was deposited on the substrate at room temperature by 
spray-coating. The coatings were subsequently dried in air at room temperature and 
5 then calcined at 250X for 10 min, then cooled to room temperature. Subsequently 
the resulting porous coatings were infiltrated by 50% monoaluminum phosphate and 
reheated to 300^'C for 10 min. The resulting coatings had low porosity (approxi- 
mately 6% pores by volume), high bonding strength (35 MPa), and high surface 
hardness (6 GPa). The resulting coatings were suitable for enhanced wear, corro- 
10 sion, and thermal protection of the fiber reinforced epoxy composite surface. 
Typical microstructure of the resulting coating is illustrated in Figure 3. 

Example 16. Use of hydrated alumina slurry as a bonding matrix phase of 
alumina/zirconia composite hydroxide ceramic coatings. 

15 

[00651 As in the above Example 2, calcined aluminum oxide is mixed with zircona 
particles in the aluminum hydroxide (boehmite) suspension through hand mixing, 
followed by ultrasonic agitation. The amount of calcined aluminum oxide plus 
zirconia is about 80 to 90% of calcined solids. The processing is similar as in the 

20 above Example 2. The resulting strength of the composite hydroxide coatings of 
the calcined aluminum oxide/zirconium oxide plus aluminum hydroxide (boehmite) 
is substantially higher as compared to calcined aluminum oxide/zirconium oxide 
only, processed in similar way. For example, after heating at 600°C for 20 min. in 
air, the surface hardness of the mix of calcined aluminum oxide/zirconium oxide 

25 plus aluminum hydroxide is 0.7 GPa, as compared to 0.2 GPa of calcined alumi- 
num oxide/zirconium oxide processed at identical conditions. 

Kxaniple 17. Use of hydrated alumina slurry to seal open porosity of ceramic 
coatings and/or bulk materials. 

30 

[0066] I his method involves the densification of ceramic coatings by infiltration of 
the open pores with hydroxide ceramic slurry. As in the above Example 1 hydrated 
ilnniiTvi v^lnrrv w-^^ prt^pnnMl Adin^tin*^ pf? tf^ nbout 4 Cf^ntrollcd tht* vivcf^^itv of 



\^c^c dried and dch\diated at C ti>r 20 iiiiii and dciisilicd ai 4()( ) m WOO ( " h^i lu 
lo 30 mill. The processes mentitMied above could be repeated several times as 
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required. As a result, the gas permeability decreases 93% compared to untreated 
ceramic coatings. 

Example 18. Use of hydrated alumina slurry to seal open porosity of ceramic 
5 by electrophoretic deposition (EPD). 

[0067] As in the above Example 2, hydrated alumina slurry was subject to electro- 
phoretic deposition. Adjusting pH to about 4 controlled the viscosity of the slurry. 
In the electrophoresis setup, a constant potential was applied across two electrodes 

10 immersed in alumina slurry. For example, the cathode was a porous ceramic 

coating on the metallic substrate and platinum was used as anode. The deposition 
process was preformed at 0.3 to 3 V (dc constant voltage) for 10 to 40 min. After 
EPD impregnation, the samples were dried and dehydrated at 200°C for 20 min 
and densified at 400 to 900°C for 10 to 30 min. As a result, the porous ceramic 

15 coatings were coated by a thin film (1 to 5^m) with no open porosity. The gas 
permeability decreases to 98% as compared to untreated ceramic coatings. 

Example 19. Use of hydrated alumina composite slurry to seal open porosity of 
ceramic coatings and/or bulk materials. 

20 

[0068] This method involves the densification of porous ceramic coatings or bulk 
materials by infiltration of their open pores with alumina composite slurry. As in 
Example 1 above, calcined alumina powder was dispersed into hydrated alumina 
slurry through hand mixing, followed by ultrasonic agitation. The amount of 

25 aluminum oxide is about 50 to 80% of the solid. After impregnation, the samples 
were dried at 50 to 300°C for 1 to 5 hours and densified at 400 to 900°C for 10 to 
30 min. As a result, the gas permeability of impregnated porous body decreases 
^)^V( as compared to untreated body. If alumina hydrtwide is absent from the 
composition, the coating has 40-50% open porosity, which makes the coating 

30 useless for wear and corrosion protection. 

Kxample 20. Use of mono-aluminum phosphate to seal the open porosity of 
ceramic coatings and/or bulk materials. 

• fit • . 

^ciaini^ hulk inalcnals ucrc iinjM cuiuiicd uiin iimiio aluininuiii plut^piiaic i^m lu 
50 min. I'lie impregnated samples were polymeri/cd at 100 to 300 (' lor 20 to 50 
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min. and then heal treated at 500 to 800°C for 10 to 50 min. As a resuU of this 
process, surface microhardness of ceramic coating treated with mono-aluminum 
phosphate increases from 0.2 GPa to 2.2 GPa as compared to untreated ceramic 
coatings. The open porosity decreases by 95% as compared to untreated ceramic 
5 coatings. If alumina hydroxide is absent from the composition, phosphates pene- 
trate and react with the metal substrate, leading to separation of the coating from the 
substrate. 

Example 21. Use of phosphoric acid to seal composite hydroxide ceramic 
10 coatings or bulk materials after the samples were treated with hydrated 

alumina slurry, alumina composite slurry, mono-alumina phosphate, and/or 
EPD. 

[0070] The hydrated alumina slurry is dried, dehydrated and subject to reaction with 
15 phosphoric acid to result in a polymerized network of mono-alumina phosphate. 

This application is especially suitable for adding structural integrity to the surface of 
porous bodies or coatings. The dried and dehydrated boehmite reacts rapidly with 
phosphoric acid, such that the underlying metallic substrate is not exposed to 
damaging phosphating reactions. As in the above Example 3, composite hydroxide 
20 ceramic coatings were impregnated by phosphoric acid for 1 to 20 min., and then 
were polymerized at 100 to 300°C for 20 to 50 min. and then heat treated at 500 to 
800°C for 10 to 50 min. As a result of this process, surface microhardness of 
ceramic coating treated by phosphate acid increased from 0.5 GPa to 7.2 GPa 
compared to untreated ceramic coatings. The open porosity decreased by 99% as 
25 compared to untreated ceramic coatings. The bonding strength between ceramic 
coating and substrate increased from 4 MPa to more than 25 MPa as compared to 
untreated coatings. 

Example 22. Cheniicaliy bonded hydroxide ceramic thick, porous Thermal 
30 Barrier Coatings deposited on hot nickel alloy substrates. 

(00711 I he coating slurry was prepared by mixing the powders of 150 g aluminum 
hvdn^xide ^'horhmitt*^ 400 o vftriri ^tMbili/rd 7ir(v>nin ('Aycr:}<^c nnrtic^lf^ ^r/c nhfMtt 



IM mii ic acKl Ai this siai^c, the slurrv \isctisiiy was appro\iinatcl> inl'a.s 
The skirry was deposited on nickel alloy substrate at 3()()'X' by spray coaling, and 
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the substrate temperature was maintained tor 10 minutes alter deposition, then 
eooled to room temperature. Subsequently, the resulting thick (approximately 0.2 
mm to 2 mm) porous coating was infiltrated with 20% phosphorous acid and 
reheated to 300^'C for 10 min. The resulting coatings had high porosity, high 
5 thermal shock resistance and high thermal cycling resistance. The resulting coating 
was found useful for application as Thermal Barrier Coating (TBC) for protection of 
metallic components (e.g. nickel alloy components of gas turbine) from overheat- 
ing. Typical microstructure of the resulting coating is illustrated in Figure 5. 

10 Example 23. Hydroxide ceramic impregnated carbon-fiber composites. 

[0072] 60 g aluminum hydroxide ceramic powder (boehmitc) and 500 g calcined alpha 
alumina powder (Alcoa A- 16) were mixed with 1 liter of deionized water and ball 
milled for 24 hours, to produce a hydroxide/oxide ceramic slurry. The 35% (by 

15 volume) porous carbon-carbon fiber composite samples were impregnated with the 

slurry in vacuum chamber for 30 min. and then the samples were fired at 300"C for 30 
min. In order to increase the alumina content in carbon-carbon composite, the 
impregnation and heat treatment was repeated two times. The resulting carbon-carbon- 
ceramic composite had oxidation resistance and wear resistance similar, as compared 

20 to the original carbon-carbon composite. 

Example 24. Chemically bonded hydroxide ceramic impregnated carbon-carbon 
fiber composites. 

25 - |0073| The hydroxide alumina - calcined alumina slurry was prepared and impreg- - 
nated into porous carbon-carbon fiber composite, and heat treated as in lixamplc 1 . 
I hc sample was then impregnated with 3()wt% phosphoric acid solution in water, in 
\ acuuni chamber lor 30 min. and then fired again at 30(rC' lor 3()min. The resuUing 
chemically bonded hydroxide ceramic carbon-carbon fiber composite had oxidation 

30 resistance three times higher and wear resistance eleven times higher as compared to 
the original carbon-carbon composite. 

I xnmpic 25. Hvdro\ide/o\ide/carbide ceramic matrix/aluminum composite. 

milled Un 12 hours. I he ccMiiposilc powder was pressed at 3()()'X' tor 20 min, at 
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pressure of 15MPa. The resulting consolidated ceraniic-nietal composite had no 
structural integrity and tensile strength of less than 1 MPa. 



Example 26. C hcmically bonded hydroxidc/oxide/carbidc ceramic matrix/ 
5 aluminum composite. 

,{0075 1 A mixture of aluminum hydroxide, alpha alumina, SiC and aluminum pon'der 
^ ^ was prepared as in Hxample 3. Alter ball milling, the powder was mixed with 30% 
monoaluminum phosphate at volume ratio 10/1 of powder to solution, and then was 
i 10 pressed at 300"C for 20 min. The resulting consolidated ceramic-metal composite had 

-tensile strength of about 27 MPa. 



[0076] As will be apparent to those skilled in the art in the light of the foregoing 
disclosure, many alterations and modifications are possible in the practice of this 
15 invention without departing from the spirit or scope thereof. In particular, all 
disclosed approaches to produce ceramic coatings might also be used to produce 
self-supporting, three-dimensional bulk ceramics. Accordingly, the scope of the 
invention is to be construed in accordance with the substance defined by the 
following claims. 
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